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REMARKS 

Claims 9, 13, 14 and 17 are pending. By this Amendment, the drawings are corrected 
pursuant to a Request for Approval of Drawing Corrections, the Abstract and specification 
are replaced, claims 1-8, 10-12, 15 and 16 are cancelled, the Title and claims 9, 13, 14 and 17 
are amended. No new matter is added by any of these amendments. 

Applicants gratefully acknowledge that the Office Action indicates that claims 13, 14 
and 17 contain allowable subject matter. 

Reconsideration based on the following remarks is respectfully requested. 

The attached Appendix includes marked-up copies of the substitute specification (37 
CFR § 1.125(b)(2)), and each rewritten claim (37 CFR §1.121(c)(l)(ii)). 

I. Reference is Disclosed 

An Information Disclosure Statement along with form PTO-1449 is attached to this 
Amendment. The Information Disclosure Statement submits a reference for the Examiner's 
consideration and formally makes this reference of record. 

II. The Drawings Satisfy All Formal Requirements 

The Office Action objects to the drawings based on informalities. Figures 1 and 5 are 
corrected pursuant to the attached Request for Approval of Drawing Corrections to obviate 
this objection. Withdrawal of the objection to the drawings is respectfully requested. 

III. The Specification Satisfies All Formal Requirements 

The Office Action objects to the specification based on informalities. The 
specification has been replaced to obviate the objection. Withdrawal of the objection to the 
specification is respectfully requested. 

IV. The Abstract Satisfies All Formal Requirements 

The Office Action objects to the Abstract based on informalities. The Abstract has 
been amended to obviate the objection. Withdrawal of the objection to the Abstract is 
respectfully requested. 
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IV. The Abstract Satisfies All Formal Requirements 

The Office Action objects to the Abstract based on informalities. The Abstract has 
been amended to obviate the objection. Withdrawal of the objection to the Abstract is 
respectfully requested. 

V. The Title Satisfies All Formal Requirements 

The Office Action objects to the Title as not descriptive. The Title has been amended 
to obviate the objection. Withdrawal of the objection to the Title is respectfully requested. 

VI. Pending Claims 13, 14 and 17 Define Allowable Subject Matter 

The Office Action objects to claims 13, 14 and 17 as being in dependent form. The 
Office Action indicates that claims 13,14 and 17 would be allowable if rewritten in 
independent form, including all the limitations of the base claim and any intervening claims. 

In the Amendment, claims 13, 14 and 17 have been rewritten to place this application 
in condition for allowance. Withdrawal of the objection is respectfully requested. 

VII. Pending Claim 9 Defines Patentable Subject Matter 

The Office Action rejects claims 1-6 under 35 U.S.C. §102(b) over JP 05-074469 A 
(to Masaru); claims 1-7 under 35 U.S.C. §102(e) over Kindler (U.S. Patent 6,228,518); 
claims 1-7 and 10 under 35 U.S.C. §102(b) over Tajima et al (U.S. Patent 4,225,654); and 
further rejects claims 7 and 10 under 35 U.S.C. §103(a) over JP 05-074469 A in view of 
Kindler; claims 1 1 and 12 under 35 U.S.C. §103(a) over JP 05-074469 in view of JP 61- 
253768 A; claim 9 under 35 U.S.C. §103(a) over JP 05-074469 in view of Kindler and 
further in view of JP 61-253768 and Maget (U.S. Patent 4,648,955); claims 1 1 and 12 under 
35 U.S.C. §103(a) over Tajima in view of JP 61-253768; claims 15 and 16 under 35 U.S.C. 
§103(a) over Tajima in view of JP 61-253768, Kindler and Ida et al (U.S. Patent 5,639,403). 
The rejection for claim 9 is respectfully traversed. 

JP 05-074469 does not teach or suggest a fuel cell including at least a cell function 
assembly including an electrolytic membrane, a pair of electrode plates assembled in contact 
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with opposite surface of the electrolytic membrane, a first separator placed in contact with 
one of the electrode plates to form a reaction chamber to be supplied with fuel gas, a second 
separator placed in contact with the other electrode plate to form a reaction chamber to be 
supplied with oxidizing agent gas; and a set of current-collecting plates assembled 
respectively in contact with the first and second separators at opposite outermost sides of the 
cell, wherein the electrode plates each are divided into a plurality of spaced plates , and 
wherein the current-collecting plates each are divided into a plurality of spaced plates . 

Instead, JP 05-074469 discloses a non-permeable plate-shaped molding and 
interspersed carbon rods. JP 05-074469 further discloses a plurality of recessed portions of 
fixed depth being provided in both upper and lower surfaces of the molding, with the rods 
passed through the respective recessed portions, and the recessed portions functioning as air 
passages. See Abstract of JP 05-074469. 

Additionally, Kindler does not compensate for the deficiencies of JP 05-074469 in 
teaching or suggesting the features of claim 9. Rather, Kindler discloses a two-sided 
separator for inhibiting communication between fuel cell compartments. See column 2 lines 
23-31 of Kindler. 

Although JP 6 1 -284064 discloses a current collecting plate 4 divided into four spaced 
plates 41-44, the current collecting plate 4 is divided only to absorb thermal expansion for 
reducing distortion of the plate and for restraining deterioration of the efficiency of current 
collection. Therefore, JP 61-284064 fails to disclose or suggest a plurality of spaced 
electrode plates in relation to the divided current collecting plates, as recited in claim 9. 

Further, Maget discloses a planar multi-junction electrochemical fuel cell with a 
plurality of pairs of electrodes disposed on either side of and in contact with the simple 
electrolytic membrane. The electrodes in the first chamber are separated from one another by 
spaces, while the electrodes in the second chamber are separated from one another by spaces 
and electrically connected in series to the electrodes in the first chamber. Hence, Maget does 
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not teach or suggest a plurality of divided current collection plates in relation to the 
electrodes spaced in the first and second chambers, as recited in claim 9. 

For at least these reasons, Applicants respectfully assert that the independent claim 9 
is now patentable over the cited references. Consequently, all the pending claims are in 
condition for allowance. Thus, Applicants respectfully request withdrawal of the 35 U.S.C. 
§103 rejection of claim 9. 
VIII. Conclusion 

In view of the foregoing amendments and remarks, Applicants respectfully submit 
that this application is in condition for allowance. Favorable consideration and prompt 
allowance are earnestly solicited. 
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Should the Examiner believe that anything further is desirable in order to place this 
application in even better condition for allowance, the Examiner is requested to contact the 
Applicants' undersigned representative at the telephone number listed below. 



Respectfully submitted, 




Registration No. 27,075 

Gerhard W. Thielman 
Registration No. 43,186 

JAO:GWT/kaf 
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/ APPENDIX 



fx>/i v5. Chan ges to Title 

J^0£ ^j^jjj^jp W '"^ * s a mar k e d _u P version of the amended title: 



FUEL CELL , SEPARATOR FOR FUEL CELL, AND MANUFACTURING METHOD OF 

SEPARATOR FOR USE IN FUEL CELL 



Changes to Abstract: 

The following is a marked-up version of the amended Abstract. 

The pres e nt inv e ntion r e lates to a AJaiel cell 20A in which fu e l gas and oxidizing 
ag e nt gas ar e us e d as r e action gas e s and r e lat e s to a s e parator 26 for th e fu e l composed of a 
plurality of cell 20 A and a manufacturing m e thod of th e s e parator 26. Th e separator 26 is 
composed o f function assemblies of each of which includes a set of spaced electrolytic 
membranes, two pairs of electrode plates in contact with opposite surfaces of each of the 
electrolytic membranes, a set of separators, and a set of six support frames assembled to 
retain the electrolytic membranes and separators in position. In the fuel celK the separators 
each are in the form of a flat plate 26a arrang e d in th e fu e l c e ll 20A to form a r e action 
chamb e r ther e in and a plurality of synthetic resin integrally provided with a plurality of 
spaced p roi ections 26b proj e cted from the flat plate 26a and placed in contact with electrode 
plates 25a, 25b. The proj e ction s 26b are made of a different kind of conductive mat e rial 
independently from th e flat plat e 26a. For e xampl e , th e projections 26b e ach ar e in the form 
of a conductive pillar body made of pressed carbon powder and as se mbl e d with a plurality of 
mounting hol e s form e d in th e flat plate 26a to provid e th e s e parator 26. Th e s e parator 26 can 
b e provid e d at a lower cost than a conventional s e parator mad e of carbon in it s e ntir e ty. Th e 
fu e l c e ll 20A a sse mbl e d th e r e in with a plurality of th e s e parators 26 can b e provid e d at a 



low e r cost than a conv e ntional fu e l c e ll of this kind retained in contact with the electrode 



A-1 



Docket No. 107016 Application No. 09/623,023 

plates to form a pair of reaction chambers at opposite sides of each of the electrolytic 
membranes . 

Changes to Specification: 

A Substitute Specification is attached in accordance with 37 CFR 1 .125(b)(2). 

BACKGROUND OF THE INVENTION 
Field of the Invention: 

The present invention relates to a fuel cell in which fuel gas and_ 

oxidizing agent gas are used as reaction gases and also relates to a separator for the fuel cell 
and a manufacturing method of the separator. 

Technical background: 

Disclosed in Japanese Patent Laid-open Publication Nos. 8-507402 and_ 

1 1-126621 is a fuel cell in which fuel gas and oxidizing agent gas are used as reaction gases. 
The fuel cell is composed of a plurality of cell function assemblies arranged in parallel and 
fastened by a plurality of mounting bolts through a pair of spaced current-collecting plates 
made of conductive material and a pair of spaced insulation support plates. The cell function 
assemblies each are in the form of a cell function assembly 10a as shown in Fig. 1. The cell 
function assembly 10a is composed of a set of spaced solid electrolytic membranes 14, two 
pairs of electrode plates 13a, 13b adhered to opposite surfaces of each solid electrolytic 
membrane 14, and a set of three separators 15 assembled to retain the solid electrolytic 
membranes 14 in position. The separators 15 are adhered to one another by means of an 
adhesive agent such as epoxy resin and fastened by mounting bolts through a pair of spaced 
current-collecting plates 1 1 and a pair of spaced insulation support plates 12. 

In the fuel cell, the separator 1 5 is, in general, made of 
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conductive material such as carbon resistant to oxidation-reduction atmosphere caused by 
chemical reaction of the reaction gases. The separators 15 are arranged to form reaction 
chambers Rl, R2 for chemical reaction of the reaction gases in the cell function assembly 10a 
and to derive an electric power generated at the electrode plates 13a, 13b to the exterior. The 
separator 15 has a flat plate portion 15a forming the reaction chambers Rl, R2 and a plurality 
of columnar projections 15b in contact with the electrode plates 13a, 13b. 

For manufacture of the separator 15, an expensive carbon block 

of predetermined thickness is used as a material of the separator 15. In a manufacturing 
process of the separator 15, the carbon block is machined by cutting at one side or both sides 
thereof to form the columnar projections 15b of separator 15. As the cutting process of the 
carbon block is time-consuming, the manufacturing cost of the separator 1 5 becomes very 
expensive, for example, several ten thousand yen per one piece. Due to such expensive 
manufacturing cost, use of this kind of fuel cell may not be widely popularized. 

As the separator 15 in the fuel cell is conductive in its entirety, 

the components of cell function assembly 10a are electrically connected. For this reason, an 
electric power may not be generated at different voltages in the fuel cell. 

It is, therefore, a primary object of the present invention to reduce, 

the manufacturing cost of the separator as lower as possible for providing this kind of fuel 
batt e ries cells at a low cost. 

A secondary object of the present invention is to provide this kind of 
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fuel batt e ri e s cells capable of generating an electric power at different voltages in a range 
from a high voltage to a low voltage. 

A.DISCLOSURE SUMMARY OF THE INVENTION 

The present invention relates to a fuel cell of the type in which_ 

fuel gas and oxidizing agent gas are used as reaction gases and relates to a separator 
for the fuel cell and a manufacturing method of the separator. 

A separator in accordance with the present invention comprises a flat_ 

plate arranged to form a reaction chamber, a plurality of projections projected from the flat 
plate and retained in contact with an electrode plate of the fuel cell, wherein the projections 
are made of a conductive material different from the material of the flat plate and 
independently from the flat plate. 

In the separator, the projections may be made of carbon or in the form of 

an insulation plate. The projections may be also made of synthetic resin, in the form of a 
conductive plate or made of synthetic resin containing carbon. 

Since the separator is composed of the flat plate of synthetic resin and 

the projections of pressed carbon powder mounted to the flat plate thereacross, the separator 
can be manufactured in a simple manner at a low cost without use of any expensive carbon 
block and without the cutting process required for manufacture of a conventional separator. 
This is useful to provide the fuel cell at a lower cost than a conventional fuel cell of this kind. 

A fuel cell in accordance with the present invention is_ 
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composed of on e or a plurality of cell function assemblies arranged in parallel, wherein the 
cell function assembly comprises an electrolytic membrane, a pair of electrode plates in 
contact with opposite surfaces of the electrolytic membrane, a first separator placed in contact 
with one of the electrode plates to form a reaction chamber supplied with fuel gas, a second 
separator placed fl-in contact with the other electrode plate to form a reaction chamber 
supplied with oxidizing agent gas, and a set of current-collecting plates assembled 
respectively in contact with the first separator at an outermost side of the cell function 
assembly and the second separator at another outermost side of the cell function assembly, 
and wherein the separator in accordance with the present invention is used as the first and 
second separators. 

As the inexpensive separator is used in the fuel cell, 

the manufacturing cost of the fuel cell can be reduced in comparison with the conventional 
fuel cell of this kind. 

In the fuel cell in accordance with the present invention, the_ 

electrode plate and the current-collecting plate can be formed as a single flat plate or formed 
in a divided condition in a longitudinal direction or width direction. 

In the case that a separator with an insulation flat plate is used as 

the separator in the fuel cell, the current-collecting plates each may be divided into a plurality 
of spaced plates. To correspond with the current-collecting plates, the electrode plates each 
may be divided into a plurality of spaced plates in a longitudinal direction or width direction 
of the electrolytic membrane. In the fuel cell, a plurality of cell function portions are formed 
in an electrically separated condition. In the case that the cell function portions are 
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electrically connected in an appropriate manner in the interior or exterior of the fuel cell, an 
electric power can be generated at different voltages from a lower voltage to a higher voltage. 



A first manufacturing method of the separator in accordance with 

the present invention comprises a first process of pressing carbon powder to form the 
projections, a second process of coating a sealing adhesive agent on a flat plate of synthetic 
resin, and a third process of assembling the projections with 
a plurality of mounting holes formed in the flat plate in position. 

A second manufacturing method of the separator in accordance with 

the present invention comprises a first process of heating carbon powder containing a binder 
under pressure to form the projections, a second process of coating a sealing adhesive agent 
on a flat plate of synthetic resin, and a third process of assembling the projections with a 
plurality of mounting holes form in the flat plate and securing the projections in position. In 
the manufacturing method, the projections can be heated by an electric current applied thereto 
to melt the binder contained therein and hardened by cooling. 

A third manufacturing method of the separator in accordance with the present 
invention comprises a first process of pressing carbon powder containing a binder to form the 
projections, a second process of assembling the projections with a plurality of mounting holes 
formed in a flat plate of synthetic resin, and a third process of heating the projections under 
supply of an electric current to melt the binder contained therein and cooling the projections 
to harden them in position. 
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A fourth manufacturing method of the separator in accordance with the present 
invention comprises a first process of pressing carbon powder to form the projections under 
pressure, a second process of coupling the projections within corresponding recesses formed 
in each cavity of molding dies and clamping the molding dies, and a third process of injecting 
melted synthetic resin into the cavity of the molding dies in a clamped condition. In the 
fourth manufacturing method, a binder may be contained as a forming material in the carbon 
powder, and the carbon powder may be heated under pressure to form the projections. 

A fifth manufacturing method of the separator in accordance with the present 
invention comprises a first process of filling carbon powder containing a binder in a plurality 
of upward recesses formed in a lower molding die in such a manner as to correspond with the 
projections, a second process of positioning a flat plate formed with a plurality of through 
holes on the lower molding die in such a manner that the through holes of the flat plate are 
opposed to the upward recesses of the lower molding die and positioning an upper molding 
die formed with a plurality of downward recesses on the flat plate so that the downward 
recesses of the upper molding die are opposed to the upward recesses of the lower molding 
die, and a third process of pressing the carbon powder filled in the upward recesses of the 
lower molding die toward the upper molding die by means of pressure means disposed in 
each bottom of the upward recesses so that the projections are formed across the through 
holes of the flat plate, of heating under supply of an electric current to melt the binder 
contained in the projections and of cooling the projections to harden them in position. 

With the manufacturing methods described above, a separator composed of a flat 
plate of synthetic resin provided with a plurality of projections made of carbon can be 
manufactured at a low cost. 
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BRE1-F-BRIEF DESCRIPTION OF THE DRAWINGS 

_In the drawings: 

_Fig. 1 is a vertical sectional view of a portion of a conventional 



fuel cell; 

Fig. 2 is a perspective view of an embodiment of a fuel cell 

in accordance with the present invention; 

Fig. 3 is a vertical sectional view of the fuel cell taken along 

lineX-Xin Fig. 2; 

Fig. 4 is a perspective view illustrating a separator and a pair of support, 

frames assembled in the fuel cell shown in Fig. 3; 

Fig. 5 is a perspective view of another embodiment of a fuel 

cell in accordance with the present invention; 

Fig. 6 is a sectional view of the fuel cell taken along line Y - Y_ 

in Fig. 5; 

Fig. 7 is a perspective view illustrating a set of separators, a set of 

electrolytic membranes, a set of electrode plates and a pair of support frames assembled in 
the fuel cell shown in Fig. 5; 

Fig. 8 illustrates a manufacturing process of the separator in accordance^ 

with the present invention; 

Fig. 9 illustrates a process for forming projections of the separator 

in accordance with the present invention; 

Fig. 10 illustrates a mounting process of projections of the separator; 

Fig. 1 1 illustrates a process for forming projections of the separator 

on the flat plate; and 
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Fig. 12 illustrates another process for forming projections of 

the separator on the flat plate. 



DESCRIPTION OF PREFERRED EMBODIMENTS 

First embodiment o f Fuel battery fuel cell : 

Illustrated in Figs. 2 and 3 is a first embodiment of a fuel cell 20 A in_ 

accordance with the present invention, in which hydrogen gas is used as fuel gas and 
air is used as oxidizing agent gas. Assembled in the fuel cell 20 are separators in 
accordance with the present invention. The fuel cell 20 A is composed of a plurality of 
cell function assemblies 20a arranged in parallel and fastened by a plurality of 
mounting bolts 23 through a pair of spaced current-collecting plates 21a, 21b made of 
conductive material such as stainless steel and a pair of spaced insulation support 
plates 22 made of synthetic resin such as polypropylene. 

As shown in Fig. 3, the cell function assemblies 20a each are composed, 

of a set of spaced solid electrolytic membranes 24, two pairs of electrode plates 25a, 25b 
adhered to opposite surfaces of each solid electrolytic membrane 24, a set of three separators 
26 and a set of six support frames 27 assembled to rotaino retain the solid electrolytic 
membranes 24 and separators 26 in position. In the respective cell function assemblies 20a, 
the solid electrolyte membrane 24 is made of ion-exchange resin such as Nafion NAFION® (a 
trade name of a polymer made by E. I. du Po nPont de Nemours and Company ), the electrode 
plates 25a, 25b each are in the form of a porous conductive plate made of carbon fabric with 
platinum catalyst deposited therein, and the support frame 27 is in the form of an insulation 
frame made of synthetic resin such as polypropylene. 
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The separator 26 is in the form of a rectangular flat plate 26a provided, 

with a number of projections 26b. The flat plate 26a is in the form of 
an insulation plate made of synthetic resin such as polypropylene, and the projections 26b 
each are in the form of a conductive pillar body made of pressed carbon powder. The 
projections 26a are mounted within a number of mounting holes in the flat plate 26a and 
secured to the flat plate 26a in a condition where they are projected in the same length from 
opposite surfaces of the flat plate 26a. As shown in Fig. 4, the separator 26 has a fuel gas 
inlet hole 26c 1 formed in an upper portion of flat plate 26a for providing a supply passage PI 
of fuel gas, a fuel gas outlet hole 26c2 formed in a lower portion of flat plate 26a for 
providing an exhaust passage of the fuel gas. The separator 26 is further provided with an 
inlet hole 26dl of oxidizing agent gas formed in a right-hand portion of flat plate 26a for 
providing a supply passage P3 of oxidizing agent gas, an outlet hole 26d2 of the oxidizing 
agent gas formed in a left-hand portion of flat plate 26a for providing an exhaust passage P4 
of the oxidizing agent gas, an inlet hole 26el of cooling water formed in a right-hand upper 
corner of flat plate 26a for providing a supply passage P5 of cooling water, and an outlet hole 
26e2 of cooling water formed in left-hand lower corner of flat plate 26a for providing a 
discharge passage P6 of cooling water. 

The support frames 27 each are in the form of a rectangular flat plate_ 

formed at its central portion with a square opening 27a and formed at its outer peripheral 
portion with inlet and outlet holes 27b 1, 27b2 of fuel gas respectively corresponding with the 
inlet and outlet holes 26c 1, 26c2 of fuel gas formed in the separator 26, inlet and outlet holes 
27cl, 27c2 of oxidizing agent gas respectively corresponding with the inlet and outlet holes 
26dl, 26d2 of oxidizing agent gas formed in the separator 26, and inlet and outlet holes 27dl, 
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27d2 of cooling water respectively corresponding with the inlet and outlet holes 26el, 26e2 
of cooling water formed in the separator 26. 



The inlet and outlet holes 27b 1, 27b2 of fuel gas are fitted with 

the corresponding inlet and outlet holes 26c 1, 26c2 of fuel gas in the separator 26 for proving 
the supply passage PI and exhaust passage P2 of fuel gas, and the inlet outlet holes 27c 1, 
27c2 of oxidizing agent gas are fitted with the corresponding inlet and outlet holes 26dl, 
26d2 of oxidizing agent gas in the separator 26 for providing the supply passage P3 and 
exhaust passage P4 of oxidizing agent gas. Similarly, the inlet and outlet holes 27dl, 27d2 of 
cooling water are fitted with the corresponding inlet and outlet holes 26el, 26e2 of cooling 
water in the separator 26 for providing the supply passage P5 and discharge passage P6 of 
cooling water. 

The cell function assemblies 20a each include two sets of 

electrode plates 25a, 25b respectively adhered to two spaced solid electrolytic membranes 24 
and three separators 26 which are alternately arranged and supported by six support frames 
27. Thus, the fuel cell 20A is composed of a plurality of the cell function assemblies 20a 
each provided with a pair of current-collecting plates 21a, 21b and arranged in parallel 
between the support plates 22. 

In the respective cell function assemblies 20a, the space between 

the solid electrolytic membranes 24 is subdivided by the flat plate 26a of the interim 
separator 26 into reaction chambers Rl and R2. The reaction chamber Rl is exposed to the 
electrode plate 25a and supplied with fuel gas such as hydrogen gas, while the reaction 
chamber R2 is exposed to the electrode plate 25b and supplied with oxidizing agent gas such 
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as air. The space between the left-hand solid electrolytic membrane 24 and the left-hand 
support plate 22 is subdivided by the flat plate 26a of the left-hand separator 26 into a 
reaction chamber Rl which is exposed to the electrode plate 25a and supplied with the fuel 
gas, while the space between the right-hand solid electrolytic membrane 24 and the right- 
hand support plate 22 is subdivided by the flat plate 26a of the right-hand separator 26 into a 
reaction chamber R2 which is exposed to the electrode plate 25b and supplied with the 
oxidizing agent gas. The space between the separators 26 positioned at one sides of the cell 
function assemblies 20a adjacent to each other is formed as a cooling chamber R3 which is 
supplied with cooling air. The projections 26b of the interim separator 26 are retained in 
contact with the electrode plates 25a and 25b opposed to one another through the opening 27a 
of support frame 27. The projections 26b of the left-hand separator 26 are retained in contact 
with the electrode plate 25a and the left-hand current collecting plate 21a at their opposite 
ends, while the projections 26b of the right-hand separator 26 are retained in contact with the 
electrode plate 25b and the right-hand current collecting plate 21b at their opposite ends. 

When the fuel cell 20A is not used, as shown in Fig. 2, the_ 

supply passage PI and exhaust passage P2 of fuel gas, the supply passage P3 and exhaust 
passage P4 of oxidizing agent gas and the supply passage P5 and discharge passage P6 of 
cooling water each are closed by closure plugs 28. In use of the fuel cell 20 A, the closure 
plugs 28 are removed to open the respective passages PI - P6, and the inlet ports of supply 
passages PI, P3 and P5 are connected to supply sources of hydrogen gas, air and cooling 
water, respectively. In such a condition, the fuel cell 20A is used under supply of the 
hydrogen gas, air and cooling water into the cell function assemblies 20a. 

In the fuel cell 20A, the hydrogen gas is supplied into the_ 
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reaction chambers Rl of the cell function assemblies 20a through the supply passage PI and 
exhausted from the exhaust passage-p2_P2, and the air is supplied into the reaction chambers 
R2 of the cell function assemblies 20a through the supply passage P3 and exhausted from the 
exhaust passage P4. The cooling water is supplied into the cooling chamber R3 of the cell 
function assemblies 20a through the supply passage P5 and discharged from the discharge 
passage P6. The hydrogen gas and air supplied into the reaction chambers Rl and R2 causes 
an oxidation-reduction reaction through the solid electrolytic membranes 24 to generate an 
electric power at the electrode plates 25a, 25b. The oxidation-reduction reaction of hydrogen 
gas and air is enhanced by the platinum catalyst contained in the electrode plates 25a, 25b, 
and the generated electric power is derived to the exterior from the projections 26b of 
separators 26 retained in contact with the electrode plates 25a, 25b through the current 
collecting plates 21a, 21b. During use of the fuel battery cell 20A, the cell function 
assemblies 20a are cooled by the cooling water supplied into the cooling chamber R3 through 
the air supply passage P5. 

Since the separators 26 assembled in the fuel cell 20A each are_ 

composed of the flat plate 26a of synthetic resin and the projections 26b of pressed carbon 
powder mounted to the flat plate 26a thereacross as described above, the separators 26 can be 
manufactured in a simple manner at a low cost without use of any expensive carbon block 
and without the cutting process required for manufacture of a conventional separator. This is 
useful to provide the fuel cell 20A at a lower cost than a conventional fuel batt e ry cell of this 
type. 

Although in the fuel cell 20A, the insulation flat plate 26a of 
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synthetic resin and the conductive projections 26b of pressed carbon powder have been 
adapted to provide the separator 26, the flat plate 26a may be replaced with a conductive flat 
plate made of synthetic resin containing carbon powder. 

Second embodiment of Fuel fuel cell: 

Illustrated in Figs. 5 and 6 is a second embodiment of a 

cell 20B in accordance with the present invention. In the fuel cell 20B, the hydrogen gas is 
used as fuel gas, the air is used as oxidizing gas, and the separators 26 in accordance with the 
present invention are assembled therein, as in the fuel cell 20A of the first embodiment. As 
shown in Fig. 5, the fuel cell 20B is composed of a plurality of cell function assemblies 20b 
arranged in parallel and assembled with left-hand current-collecting plates 21al - 21a4, right- 
hand current-collecting plates 21bl - 21 b4 and a pair of spaced insulation support plates 22 
which are fastened in place by means of a plurality of mounting bolts 23. The right-hand 
current collecting plate 21b4 is located at an opposite side of the current-collecting plate 21b3 
in Fig. 5. The current-collecting plates 21al - 21 a4 and 21bl - 21 b4 are made of conductive 
material such as stainless steel as in the fuel cell 20A of the first embodiment, and the support 
plates 22 are made of synthetic resin such as polypropylene. 

As shown in Figs. 6 and 7, the cell function assemblies 20b each are_ 

composed of a set of spaced solid electrolytic membranes 24, four electrode plates 25al - 
25a4 adhered to each left-side surface of solid electrolytic membranes 24, four electrode 
plates 25b 1 - 25b4 adhered to each right-side surface of solid electrolytic membranes 24, a 
set of three separators 26, and a set of six support frames 27 assembled to alternately retain 
the solid electrolytic membranes 24 and separators 26 in position-. 
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In the fuel cell 20B, the current-collecting plates 21al -21a4,_ 

21bl - 21 b4 are made of the same material as that of the current-collecting plates 21a, 21b in 
the fuel cell 20A and divided into four pieces , respectively . The solid electrolytic 
membranes 24, separators 26 and support frames 27 are the same as those in the fuel cell 20A 
of the first embodiment. The electrode plates-24a4 - 25al - 25a4 and 25b 1 - 25b4 are made of 
the same material as that of the electrode plates 25a, 25b in the fuel cell 20A and divided into 
four pieces, respectively. In a condition where the electrode plates 25al - 25a4 and 25bl — 
25b4 have been assembled in the fuel cell 20B, they are opposed to the current-collecting 
plates 21al-21a4 and 21bl - 21b4, respectively. The other construction of the fuel cell 20B 
is the same as that of the fuel cell 20A. 

In the fuel cell 20B, the projections 26b of separators 26 in each. 

cell function assembly 20b are retained in contact with the electrode plates 25al - 25a4 and 
25b 1 - 25b4 adhered to opposite surfaces of each solid electrolytic membrane 24 to provide 
four independent single cells corresponding with four sets of current collecting plates 21al, 
21bl; 21a2, 21b2; 21a3, 21b3; 21a4, 21b4 in the fuel cell 20B. Thus, in the fuel cell 20B, an 
electric power can be derived from each set of the current collecting plates and can be 
optionally generated at a different voltage by appropriate electric connection of each set of 
the current-collecting plates. 

[First manufacturing method of S e parator] 

The separator 26 can be manufactured at a lower cost less than 

the conventional separator for the following reason. As shown in Fig. 8, the separator 26 is 
manufactured by a first process of forming the projections 26b under pressure, a second 
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process of coating a sealing adhesive agent on opposite surfaces of the flat plate 26a of 
synthetic resin preliminarily formed in 

a perforated flat plate, and a third process of assembling the projections 26b with a number of 
mounting holes of the flat plate 26a thereacross so that the projections 26b are secured by the 
adhesive agent in position. 

In the manufacturing processes, carbon powder of less than 100 nm in pore size is 
used as a material of the projections 26b and pressed under a high pressure of from 500 
kgf/cm 2 to 5000 kgf/cm 2 to form the projections 26b, for example, of 2 mm in diameter and 3 
mm in length. The flat plate 26a is preliminarily prepared by an injection forming process 
and is formed with the inlet holes 26cl - 26el, outlet holes 26c2 - 26e2 and the mounting 
holes for engagement with the projections 26b. The flat plate 26a is made of synthetic resin 
such as polypropylene and prepared in the form of a square insulation plate of 1 mm in 
thickness and 150 mm in width. The mounting holes for engagement with the projections 
26b may be formed during the forming process of the flat plate 26a or formed by drilling 
after the forming process of the flat plate 26a. The flat plate 26a may be made of synthetic 
resin containing carbon powder. In such a case, the flat plate 26a becomes conductive. 

The sealing adhesive agent is used to secure the projections 26b assembled with the 

mounting holes of flat plate 26a in position in an air-tight manner. It is, therefore, preferable 
that the adhesive agent is coated on opposite surfaces of the flat plate 26a and inner 
peripheries of the mounting holes. As the adhesive agent, synthetic resin adhesive of acetic 
vinyl or polyester is used. In a condition where the projections 26b have been assembled 
with the mounting holes of flat plate 26a coated with the adhesive agent, the projections 26b 
are secured to the mounting holes of flat plate 26c in an air-tight manner by hardening of the 
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adhesive agent. In the case that the flat plate 26a is prepared without the inlet holes 26c 1 - 
26el and outlet holes 26c2 - 26e2, the flat plate 26a is formed with the inlet holes 26c 1 - 
26el and outlet holes 26c2 - 26e2 after the projections 26b have been secured thereto. 

[S e cond manufacturing m e thod of S e parator] 

In a second manufacturing method of the separator 26, carbon powder containing a 
binder is used as a material of the projections 26b. Although this manufacturing method is 
substantially the same as the first manufacturing method, the carbon powder is pressed under 
a medium pressure at a room temperature during the first forming process of the projections 
26b, and the binder in carbon powder is molten by heat during the pressing process. 
Illustrated in Fig. 9 is a press-forming device which includes a die 31 filled with the carbon 
powder containing the binder, a punch 32 for pressing the carbon powder, and means for 
applying an electric current between the die 3 1 and punch 32. 

In the manufacturing method, a thermoplastic binder of phenol resin is used as the 
binder. In such a case, the carbon powder is uniformly mixed with the binder of 1 0 — 20 % 
by weight and pressed under a medium pressure of from 50 kgf/cm2~ to 500 kgf/cm 2 at a 
room temperature during which an electric current of 20_A to 50 A is applied at a voltage of 
12 V between the die 31 and punch 32 for one second. In this instance, the binder in carbon 
powder is melted in a moment and hardened by cooling immediately after the supply of the 
electric current is stopped. With the manufacturing method, the projections 26b can be 
formed under a lower pressure than the forming pressure in the first manufacturing method. 

[Third manufacturing method of S e parator] 
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In a third manufacturing method of the separator 26, carbon powder containing a 
binder is used as a material of the projections 26b. In this case, the separator 26 is 
manufactured by a first process of forming the projections 26b under pressure, a second 
process of assembly assembling the projections 26b with a number of mounting holes formed 
in a flat plate 26a of synthetic resin and securing the projections in position, and a third 
process of heating the projections 26b mounted to the flat plate 26a so that the binder in 
projections 26b is melted by heat. 

In the manufacturing method, for example, a thermoplastic binder of phenol resin is 
used as the binder. In this case, the carbon powder is pressed under a medium pressure of 
from 50 kgf/cm 2 to 500 kgf/cm 2 at a room temperature during the first process, and as shown 
in Fig. 10, the projections 26b mounted to the flat plate 26a are placed between a pair of 
electrode plates 33 a, 33b and applied with an electric current of from 5 A to 20_A at a voltage 
of 12V per one projection for one second. In this instance, the binder in projection 26b is 
melted in a moment and hardened by cooling immediately after the supply of the electric 
current is stopped. With the manufacturing method, the projections 26b of the same strength 
and hardness as those of the projections in the first manufacturing method can be formed 
without any use of a sealing adhesive agent, and the mounting strength of the projections 26b 
is enhanced. 

[Fourth manufacturing m e thod of S e parator] 

In a fourth manufacturing method of the separator 26, carbon powder containing a 
binder is used as a material of the projections 26b. In this case, the separator 26 is 
manufactured by a first process of pressing the carbon powder to form the projections 26b 
under pressure, a second process of coupling the projections 26b within corresponding 
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recesses formed in each cavity of molding dies and clamping the molding dies, and a third 
process of injecting melted synthetic resin into the cavity of the molding dies in a clamped 
condition. 

During the first process, the carbon powder is pressed under a high pressure of from 
500 kgf/cm 2 to 5000 kgf/cm 2 at a room temperature. During the second process, as shown in 
Fig. 11, the projections 26b are coupled within the corresponding recesses 34al formed in a 
lower molding die 34a of a molding device 34, and an upper molding die 34b is placed on the 
lower molding die 34a in such a manner that the projections 26b are coupled within the 
corresponding recesses 34b 1 formed in the upper molding die 34b. In such a condition, the 
molding dies 34a and 34b are clamped. During the third process, thermoplastic resin such as 
polypropylene in a melted condition is injected from an injection molding machine 35 into a 
cavity 34c of the molding device 34. Thus, the flat plate 26a of synthetic resin is formed in 
the cavity 34c of molding device 34, and the projections 26b are integrally formed with the 
flat plate 26a. 

With the manufacturing method described above, the projections 26b can be integrally 

formed with the flat plate 26a during the forming process of flat plate 26a without forming a 
number of mounting holes in the flat plate 26a and without use of a sealing adhesive agent. 
Although in the manufacturing method, the carbon powder is used without containing any 
binder, carbon powder containing a binder may be used as a material of the separator 26. In 
such a case, the carbon powder is formed by heat-pressing as in the second manufacturing 
method. 

[Fifth manufacturing m e thod of S e parator] 
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In a fifth manufacturing method of the separator 26, carbon powder containing a 

binder is used as a material of the separator 26. In this case, the separator 26 is manufactured 
by a first process of filling the carbon powder in a plurality of recesses formed in a lower 
molding die in such a manner as to correspond with the projections 26b, a second process of 
positioning a flat plate 26a formed with a plurality of through holes on the lower molding die 

in such a manner that, the through holes of the flat plate are opposed to the recesses of the 

lower molding die, and a third process of pressing the carbon powder filled in the recesses of 
the lower molding die toward an upper molding die by means of pressure pistons disposed in 
each bottom of the recesses so that the projections 26b are formed across the through holes of 
the flat plate and of heating the projections 26b by supply of an electric current to melt the 
binder contained in the projections 26b. 

Illustrated in Fig. 12 is the third process in which a molding device 35 is used to 

integrally form the projections 26b with the flat plate 26a. The molding device 35 is 
composed of a lower molding die 35a, an upper molding die 35b and a plurality of pressure 
pistons 35c disposed in each bottom of upward recesses 3 Sal formed in the lower molding 
die 35. In the manufacturing method, the carbon powder containing the binder is filled in the 
upward recesses 35al of lower molding die 35a during the first process. During the second 
process, the flat plate 26a is positioned on the lower molding die, and the upper molding die 
35b is placed on the flat plate 26a in a condition where a plurality of downward recesses 35bl 
formed in the upper molding die 35b are opposed to the upward recesses 35al of lower 
molding die 35a. In this case, the flat plate 26a is in the form of a flat plate of synthetic resin 
formed with a plurality of through holes 26al opposed to the upward recesses 35al of lower 
molding die 35. 
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During the third process, the pressure pistons 35c are moved under pressure to press 

upward the carbon powder filled in the recesses 35al of lower molding die 35a so that a 
portion of the carbon powder is introduced into the downward recesses_35bl of upper 
molding die 35b through the holes 26al of flat plate 26a. In this instance, the carbon powder 
in the recesses 35al, 35bl of both the molding dies 35a and 35b is pressed under pressure to 
form the projections 26b passing through the holes 26al of flat plate 26a. For example, the 
press-forming is effected under a medium pressure of from 50 kgf7cm 2 to 500 kgf/cm 2 at a 
room temperature. After the press-forming, an electric current of 20 A to 50 A is applied 
between the lower and upper molding dies 35a and 35b at a voltage of 12 V per one 
projection 26b for about one second. At this stage, the binder in the projections 26b is melted 
by heat in a moment and hardened by cooling after the supply of the electric current is 
stopped. With the manufacturing method, the projections 26b can be integrally formed with 
the flat plate 26a without coupling with the through holes 26al of flat plate 26a. The 
projections 26b of the same strength and hardness as those of the projections formed in the 
first manufacturing method can be formed under a lower pressure than that in the first 
manufacturing method. 
Changes to Claims: 

Claims 1-8, 10-12, 15 and 16 are canceled. 

The following are marked-up versions of the amended claims: 

9. (Twice Amended) A fuel cell as claimed in Claim 7, comprising: 

at least a cell function assembly including an electrolytic membrane; 

a pair of electrode plates assembled in contact with opposite surface of the 

electrolytic membrane; 

a first separator placed in contact with one of the electrode plates to form a 

reaction chamber to be supplied with fuel gas; 
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a second separator placed in contact with the other electrode plate to form a 

reaction chamber to be supplied with oxidizing agent gas; and 

a set of current-collecting plates assembled respectively in contact with the 

first and second separators at opposite outermost sides of the cell, 

wherein the electrode plates each are divided into a plurality of spaced plates, 

and wherein the current-collecting plates each are divided into a plurality of spaced plates. 

13. (Twice Amended) A manufacturing method of a separator for use in a fuel 
cell as claimed in Claim 1 2, wherein the projections are heated by an electric current to melt 
th e binder contained ther e in and hardened by coolin g in which fuel gas and oxidizing agent 
gas are used as reaction gases, comprising: 

pressing carbon powder containing a binder to form a plurality of projections 

each in the form of a conductive pillar body made of pressed carbon powder; 

coating a sealing adhesive agent on a flat plate of synthetic resin; 

assembling the projections with a plurality of mounting holes formed in the 

flat plate; 

heating the projections by an electric current to melt the binder contained 

therein; and 

cooling the projections to harden them in position in the separator . 

14. (Thrice Amended) A manufacturing method of a separator for use in a fuel 
cell claimed in Claim A in which fuel gas and oxidizing agent gas are used as reaction gases , 
comprisingi 

a first process of pressing carbon powder containing a binder to form-the a 

plurality of projections, each in the form of a conductive pillar body; 

a second process of assembling the projections with a plurality of mounting 

holes formed in a flat plate of synthetic resin , and i_ 
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a third proces s of heating the projections by an electric current to melt the 

binder contained therein; and 

cooling the projections to harden them in position in the separator . 

1 7. (Thrice Amended) A manufacturing method of a separator for use in a fuel 
cell claim e d in Claim A in which fuel gas and oxidizing agent gas are used as reaction gases , 
comprisingi 

a first proc e ss of filling carbon powder containing a binder in a plurality of 

upward recesses formed in a lower molding die in such a manner as to correspond with-4he a 
plurality of proj ectionsri. 

a s eco nd process of positioning a flat plate of synthetic resin formed with a 

plurality of through holes on the lower molding die in such a manner that the through holes of 
the flat plate are opposed positioned to correspond with the upward recesses of the lower 
molding die and positioning an upper molding die formed with a plurality of downward 
recesses on the flat plate so that the downward recesses of the upper molding die are opposed 
to the upward recesses of the lower molding die^-aftd : through the through holes of the flat 
plate; 

a third proc e ss of p ressing the carbon powder filled in the upward recesses of 

the lower molding die toward the upper molding die by means of pressure means disposed in 
each bottom of the upward recesses so that the projections are formed across the through 
holes of the flat platere^^ 

heatin g the molding dies under supply of an electric current to melt the binder 

contained in the projections; and of 1 

cooling the projections to harden them in position in the separator . 
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